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KEACTIONS OF ANILINE LAKES.

Colouring Matter.
	Carrier.
	Precipitating Agent.
	Shade.
	Solubility of the Lake in
				
				Hot Water.
	Alcohol.
	Acetic Acid.
	Turpentine.
	Varnish.

Orange A extra (Bad.)
	Barytes
	Barium chloride
	Lively-red dish orange
	Fair
	Great
	Fair
	Great
	Great

Orange II L (lad.)
	Barytes
	Barium chloride
	Yellowish orange
	Fair
	Easy
	Easy
	Insol.
	Insol.

Mandarin G extra (Berl.)
	Barytes
	Barium chloride
	Yellowish orange
	Somewhat
	Fair
	Fair
	Insol.
	Insol.

Mandarin EL
 (Berl.)
	f Barytes, I    artii 1 Barytes, [ Alumina
	f Alumin. sulphate, J    Soda,
 Barium [ chloride
	Very bright reddish
 orange
	Fair
	Fair
	Fair
	Insol.
	Traces

Qhloramine-orange G (Bayer)
	f Barytes, I     artii 1 Barytes, L Alumina
	C Alumin. sulphate, 4    Soda, Barium [ chloride
	Bark hrownish orange
	Somewhat
	Fair
	Slight ; the lake becomes much browner. Top. liq. : reddish yellow
	Insol.
	Insol.

nstant Op. II : Fine brown-
